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(54) NEAR INFRARED RAY ABSORPTION FILM AND MULTI-LAYERED PANEL INCLUDING SAME 

(57) Disclosed is a film or panel having excellent 

near-infrared absorbability or, that is. excellent near- * 
infrared shieldabiEity, and having a high degree of visible 
ray transmittance and good color tone. A 

To produce the near-infrared-absorbing film or 
panel having good color tone while the near-infrared- 
absorbing dye to be therein is kept stable, the dye and 
the binder resin for the dye are specifically selected, and 
the production method is also specifically selected. In 8 
addition, for the purpose of producing the film or panel 
while the dye to be therein is kept stable and for the pur- 
pose of making the film or panel have additional func- 
tions 6uch as lectromagnetic radiation absorbability, 
the film or panel is made to have a multi-layered struc- c 
ture. 
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Description 
TECHNICAL FIELD 

[0001] The present invention relates to an infrared absorbing film, which absorbs near-infrared rays as emitted by 
image output devices such as plasma displays, lighting appliances or the like so as to cut off the penetration of the rays 
through the film, thereby preventing remote-control infrared communication ports that employ the rays falling within an 
infrared range for communication from malfunctioning and even preventing the appliances to be controlled by those 
remote-control devices from malfunctioning. More precisely, the invention relates to a multi-layered film or a panel of a 
multi-layered sheet that comprises an absorbing layer having a near-infrared absorbing effect and an electromagnetic 
radiation shielding effect as combined with a transparent conductor. It further relates to a near-infrared cut-off filter to 
be used, for example, for light-receiving sensitivity correction or color tone correction in phbtodiodes or solid image sen- 
sor (CCD) cameras as used in light-receiving devices or image pickup devices in optical appliances, and also to a film 
or panel to be used for detecting forged cash cards and ID cards. The multi-layered sheet as referred to herein is one 
as prepared by laminating functional films, which include the film of the invention, on a substrate having a shape-retain- 
ing function, generally on a transparent substrate. 

BACKGROUND ART 

[0002] As near-infrared-absorbing panels, known are glass filters having a metal deposit film formed thereon, and 
metal ion-containing phosphate glass filters. However, as being based on the phenomenon of interference, the former 
are problematic in that they are negatively influenced by reflected light and that their infrared-absorbing capabilities do 
not often correspond to luminous quantities. In addition, their production costs are high. On the other hand, the latter 
are also problematic in that they absorb moisture and that they are produced in a complicated process. Moreover, the 
conventional glass filters are further problematic in that they are heavy and are easily cracked, and, in addition, they are 
difficult to work. 

[0003] In order to solve these problems, various plastic materials having absorption characteristics in the infrared 
range have been proposed for producing plastic filters. For example, as in Japanese Patent Application Laid-Open (JP- 
A) Hei-6-2141 13, known are panels which are produced by dissolving a metal phthalocyanine compound in a monomer 
of methyl methacrylate followed by polymerizing the monomer. Also known are near-infrared-absorbing panels which 
are produced by kneading a phthalocyanine compound or an anthraquinone or cyanine compound in a resin melt fol- 
lowed by sheeting the resulting mixture through extrusion. 

[0004] However, the panel production comprises high-temperature melt extrusion and polymerization, and therefore 
could not apply to near-infrared-absorbing materials which are thermally unstable or to those which are decomposed 
or deteriorated through chemical reaction under the process condition. Accordingly, the near-infrared-absorbing char- 
acteristics of the panels produced are not satisfactory. In addition, when panels are used in displays, etc., not only their 
near-infrared-absorbing characteristics but also their color tone characteristics are important. To control the color tone 
of panels, in general, a plurality of different dyes must be mixed. However, when mixed with other dyes, some dyes hav- 
ing near-infrared-absorbing characteristics may change their characteristics, or may even change their near-infrared- 
absorbing capabilities through chemical reaction or dielectric interaction with the dyes mixed therewith. 

DISCLOSURE OF THE INVENTION 

[0005] Having noted the drawbacks in the prior art, we, the present inventors have assiduously studied, and, as a 
result, have found that a multi-layered, near-infrared-absorbing film or panel, which comprises an absorbing layer of a 
near-infrared-absorbing dye as dispersed in a transparent polymer material, solves the drawbacks. On the basis of this 
finding, we have completed the present invention. In addition, we have further found that the near-infrared-absoibing 
panel of such a multi-layered film or sheet of the invention that solves the drawbacks noted above is produced by a spe- 
cific method of casting or coating a uniform mixture comprising a near-infrared-absorbing dye and a polymer resin. In 
the method, the dye and the polymer resin material may be selectively combined. These findings have augmented the 
completion of the invention. Accordingly, the object of the invention is to provide a film having a high near-infrared 
absorbance and a high visible-ray transmittance, and also a panel of a multi-layered sheet comprising the film. 
[0006] The object of the invention is attained by a near-infrared-absorbing, single-layered or multi-layered film which 
comprises an absorbing layer of a near-infrared-absorbing dye as dispersed in a transparent polymer resin, and also 
by a multi-layered sheet panel comprising the film. When mixed with different dyes, some dyes change their character- 
istics, or some others chemically react with them or dielectrically interact with them, or still some others lose their ther- 
mal stability. Th refore, in the invention, individual dyes are separately sheeted into different films in suitable methods, 
depending on their characteristics, and a plurality f the resulting films are laminated to give a multi-layered film or sheet 
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in such a manner that the multi-layered film or sheet may exhibit desired color tones in the near-infrared-absorbing 

range and the visible-ray range. 

[0007] The invention is described in detail hereinunder. 

s BEST MODES OF CARRYING OUT THE INVENTION 

[0008] The film and the multi-layered sheet panel of the invention are a near-infrared-absorbing, single-layered or 
multi-layered film that comprises an absorbing layer of a near-infrared-absorbing dye as dispersed in a transparent pol- 
ymer resin, and a near-infrared-absorbing, multi-layered sheet panel comprising the film, respectively. 

io [0009] The absorbing layer of a near-infrared-absorbing dye as dispersed in a transparent polymer resin, which is in 
the near-infrared-absorbing panel of the invention, may be any of a film as formed from a uniform solution of a near- 
infrared-absorbing dye and a polymer resin in a solvent through casting; a film as formed by applying a uniform solution 
of a near-infrared-absorbing dye and a polymer resin in a solvent onto a transparent film of polyester, polycarbonate or 
the like through coating; a film as formed through melt extrusion of a near-infrared-absorbing dye and a polymer resin; 

is a film as formed by polymerizing and solidifying a uniform mixture of a near-infrared-absorbing dye and a monomer; or 
a film as formed through deposition of a near-infrared-absorbing dye along with a metal, a metal oxide or a metal salt 
on a transparent plastic film. Any one or more of these film layers may be in the panel, either singly or as combined. 
Specifically, different films of different near-infrared-absorbing dyes are formed in different methods, depending on the 
characteristics of the dyes, and a plurality of those films are laminated together, or the films are used singly. In that man- 

20 ner, the single-layered or multi-layered films may exhibit any desired color tones in the near-infrared-absorbing range 
and in the visible-ray range, in accordance with their objects. 

[001 0] In ordinary hot melt extrusion methods, films are generally formed at high temperatures not lower than 200°C. 
However, the film for the absorbing layer in the near-infrared-absorbing panel of the invention is formed in a casting 
method or a coating method, it may be dried in a mild condition at temperatures not higher than 150°C, at which the 
25 near-infrared-absorbing dyes used are not thermally decomposed. Therefore, in the method for the invention, even 
dyes having low heat resistance could be used so far as they are uniformly dispersed in ordinary organic solvent. 
Accordingly, the invention is advantageous in that the latitude in selecting the usable dyes is broad. 
[001 1 ] In the casting or coating method for forming the films of the invention, used is a transparent polymer resin as 
the binder for the dyes to be in the films. The polymer resin may be any of known transparent plastics including, for 
30 example, copolyesters, polymethyl methacrylates. polycarbonates, polystyrenes, amorphous polyolefins, polyisocy- 
anates, polyallylates, triacetylcelluloses, etc. Where it is desired to obtain thin films having a thickness of not larger than 
50 microns and having the intended near-infrared absorbing capabilities, the dyes to be in the films must be dissolved 
in the binder resin to have a high concentration of from 1 to 5 % by weight (relative to the solid content of the resin), 
though depending on their types. However, stable dye solutions having such a high concentration could not be pre- 
ss pared, if ordinary binder resins such as polycarbonates, acrylic resins or the like are used. Even rf the dye could be forc- 
edly dissolved in such a binder resin, the resulting solution is unfavorable as being problematic in that the dye is 
unevenly distributed therein, or is precipitated to give a solid floating near the surface of the solution, or the solution is 
coagulated. 

[0012] For the purpose of dissolving the dyes to give dyes solutions having such a high concentration, preferred are 
40 the polyester resins described in the applicant's own JP-A Hei-06-1 84288, Hei-6-049186, Hei-07-149881 . and Hei-08- 
1 00053. These polyester resins are preferred, as dissolving the dyes for use in the invention to form dye solutions hav- 
ing a high concentration. Accordingly, in the present invention, preferably used are the resins for the purpose of dissolv- 
ing the dyes to give dye solutions having a high concentration. 

[001 3] The polyester resins are copolymerized with at least 1 0 mol% of an aromatic diol of any of the following general 
45 formulae (4) to (9): 



so 




55 

wherein R 1 represents an alkylene group having from 2 to 4 carbon atoms; R 2 , R 3 . R4 and R 5 each represent a hydro- 
gen atom, or an alkyl, aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be the same or different: 
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HOR 5 - 



10 




Rs-OH 



(5) 



wherein R 6 represents an alkylene group having from 1 to 4 carbon atoms; R 7l R 8 , R 9l R 10 and R 1t each represent a 
15 hydrogen atom, or an alkyl. aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be the same or differ- 
ent; and k represents a natural number of from 1 to 4: 



20 



25 



HOR 12 - 




(6) 



wherein R 12 represents an alkylene group having from 1 to 4 carbon atoms; R 13 , R 14 , R 15 and R 16 each represent a 
hydrogen atom, or an alkyl, aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be the same or differ- 
30 ent: 



35 



HO %p r iR 2 o)m 



(7) 



40 wherein R 17 and R 1 8 each represent an alkylene group having from 1 to 4 carbon atoms, and these may be the same 
or different; R 19 and R 20 each represent a hydrogen atom, or an alkyl, aryl or aralkyl group having from 1 to 7 carbon 
atoms, and these may be the same or different; and I and m each represent a natural number of from 1 to 8: 



45 



SO 



^22 ^25 _ = J^24 

HOR 21 ~C>^>9^>aR 21 OH 

R 23 Q R 2S 

(R 27 )n 



(8) 



55 wherein R 21 represents an alkylene group having from 1 to 4 carbon atoms; R22. R23. R 24 , R 25 . R25 and R 27 each rep- 
resent a hydrogen atom, or an alkyl, aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be the same 
or different; and n represents a natural number of from 0 to 5: 
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;R 3 t 
HOR 28 — 




(9) 



70 wherein R 2 8 represents an alkylene group having from 1 to 4 carbon atoms; R 2 9 and R 3 o each represent an alkyl group 
having from 1 to 10 carbon atoms, and these may be the same or different; R 31l R32. R33 and R34 each represent a 
hydrogen atom, or an alkyl, aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be the same or differ- 
ent. 

[0014] The compounds of formula (4) for the polyester polymers for use in the invention include, for example, 9,9-bis- 

75 [4-(2-hydroxyethoxy)phenyl]-fluorene, 9,9-bis-[4-(2-hydroxyethoxy)-3-methylphenyl]-fluorene, 9,9-bis-[4-(2-hydrox- 
yethoxy)-3,5-dimethylphenyl]-fluorene, 9.9-bis-[4-(2-hydroxyethoxy)-3-ethylphenyi]-fluorene, 9,9-bis-[4-(2-hydrox- 
yethoxy)-3,5-diethylphenyl]-f luorene. etc. Of those, especially preferred is 9,9-bis[4-(2-hydroxyethoxy)phenyl]-f luorene, 
as giving polyester polymers having most balanced optical characteristics, heat resistance and shapabil'rty. 
[0015] The compounds of formula (5) for the polyester polymers for use in the invention include, for example, 1,1- 

20 bis[4-(2-hydroxyethoxy)phenyl]cyclohexane, 1,1-bis [4-(2-hydroxyethoxy)-3-methylphenyl]cyclohexane, 1.1-bis[4-(2- 
hydroxyethoxy)-3,5-dimethylphenyrjcyclohexane, 1 , 1 -bis[4-(2-hydroxyethoxy)-3-ethylphenyl]cycIohexane, 1 , 1 -bis[4-(2- 
hydroxyethaxy)-3,5-diethylpheny0cydohexane, 1 t 1-bis[4-(2-hydroxyethoxy)-3-propylphenyl]cyclohexane, 1 ,1 -bis[4-(2- 
hydroxyethoxyJ-S.S-dibenzylphenyQcyclohexane, etc.; and their derivatives in which from 1 to 4 hydrogens of the 
cyclohexane group are substituted with any of alkyl, aryl and aralkyl groups having from 1 to 7 carbon atoms. Of those, 

25 preferred is 1,1-bis [4-(2-hydroxyethoxy)phenyl]cydohexane. 

[001 6] The compounds of formula (6) for the polyester polymers for use in the invention include, for example. bis-[4- 
(2-hydroxyethoxy)phenyI]-sulfone. bis-[4-(2-hydroxyethoxy)-3-methyiphenyl]-sulfone. bis-[4-(2-hydroxyethoxy)-3,5- 
dimethyIphenyl]-sulfone f bis-[4-(2-hydroxyethaxy)-3-ethylphenyl]-sulfone, bis-[4-(2-hydroxyethoxy)-3 t 5-diethylphenyl]- 
sulfone, bis-[4-(2-hydroxyethoxy)-3-propylphenyl]-sulfone, bis-[4-(2-hydroxyethoxy)-3.5-dipropylpheny0-sulfone, bis-[4- 

30 (2-hydroxyethoxy)-3-isopropyIphenyI]-sulfone, etc. 

[0017] The compounds of formula (7) for the polyester polymers for use in the invention include, for example, tricy- 
clodecanedimethylol, tricyclodecanediethylol, tricyclodecanedipropylol, tricyclodecanedibutylol. dimethyltricyclodecan- 
edimethylol, diethyttricyclodecanedimethylol, diphenyltricyclodecanedimethylol, dibenzyltricyclodecanedimethylol, 
tetramethyltricyclodecanedimethylol, hexamethyltricyclodecanedimethylol, octamethyltricyclodecanedimethylol. etc. Of 

35 those, preferred is tricydodecanedimethylol. 

[0018] The dihydroxy compounds of formula (8) for the polyester polymers for use in the invention include, for exam- 
ple, 1 ,1 -bis[4-(2-hydroxyethoxy)phenyl]-1 -phenylethane. 1 . 1 -bis[4-(2-hydroxyethoxy)-3-methylphenyl]-1 -phenylethane, 
1 , 1 -bis[4-(2-hydroxyethoxy)-3.5-dimethylphenyr]-1 -phenylethane, 1 . 1 -bis[4-(2-hydroxyethoxy)-3-ethylphenyl]-1 -phe- 
nylethane, 1 ,1 -bis[4-(2-hydroxyethoxy)-3 I 5-diethyiphenyI]-1 -phenylethane, 1 ,1 -bis[4-(2-hydroxyethoxy)-3-propylphe- 

40 nyl]-1-phenylethane, 1,1-bis[4-(2-hydroxyethoxy)-3,5-dipropyiphenyl]-1-phenylethane, etc.; and their derivatives in 
which the center carbon atom is substituted by any of alkyl. aryl and aralkyl groups having from 1 to 7 carbon atoms, 
and from 1 to 4 hydrogen atoms of the phenyl group of the side chain are substituted with any of alkyl, aryl and aralkyl 
groups having from 1 to 7 carbon atoms. Of those, preferred is 1 ,1-bis[4-(2-hydroxyethoxy)phenyl]-1 -phenylethane. 
[0019] The compounds of formula (9) for the polyester polymers for use in the invention include, for example, 2.2- 

45 bis[4-(2-hydroxyethoxy)phenyl]propane, 2,2-bis[4-(2-hydroxyethoxy)phenyl]butane, 2,2-bis[4-(2-hydroxyethoxy)phe- 
nyl]pentane, 2.2-bis[4-(2-hydroxyethoxy)phenyl]-3-methylbutane, 2,2-bis[4-(2-hydroxyethoxy)phenyI]hexane. 2,2-bis[4- 
(2-hydroxyethoxy)phenyl]-3-methylpentane, 2,2-bis[4-(2-hydroxyethoxy)phenyl]-3,3-dimethyIbutane, 2,2-bis[4-(2- 
hydroxyethoxy)phenyr]heptane, 2,2-bis[4-(2-hydroxyethoxy)phenyl]-3-methylhexane, 2,2-bis[4-(2-hydroxyethoxy)phe- 
nyl]4-methylhexane, 2,2-bis[4-(2-hydroxyethoxy)phenyl]-5-methylhexane, 2 ( 2-bis[4-(2-hydroxyethoxy)phenyl]-3 t 3- 

50 dimethylpentane. 2,2-bis[4-(2-hydroxyethoxy)phenyl]-3,4<iimethylpentane I 2,2-bis[4-(2-hydroxyethoxy)phenyl]-4,4- 
dimethylpentane, 2.2-bis[4-(2-hydroxyethoxy)phenyI]-3-ethylpentane, etc. Of those, especially preferred is 2,2-bis[4-(2- 
hydroxyethoxy)phenyQ-4-methylpentane, since the size of its branched side chain is large to a suitable degree and 
since the solubility in organic solvents of the polymers comprising it is high. In addition, the comonomer does not inter- 
fere with the heat resistance of the polymers comprising it. Also preferred is 2.2-bis[4-(2-hydroxyethoxy)phenyl]-pro- 
55 pane, as having excellent heat resistance and mechanical strength. In addition, the comonomer does not interfere with 
the solubility in organic solvents of the polymers comprising it. 

[0020] The did compounds noted above may be employed either singly or as combined. 

[0021] Any dicarboxylic acids that are employable for producing ordinary polyester resins may be used for producing 
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the polyester polymers for use in the invention. The dicarboxylic acids usable herein include, for example, aromatic 
dicarboxylic acids such as terephthalic acid, isophthalic acid, 2,6-naphthalenedicarboxylic acid, 1,8-naphthalenedicar- 
boxylic acid, 1,4-naphthalenedicarboxylic acid, 1,2-naphthalenedicarboxylic acid, 1 ,3-naphthaienedicarboxylic acid, 
1 ,5-naphthalenedicarboxylic acid, 1,6-naphthalenedicarboxyIic acid, 1,7-naphthalenedicarboxylic acid, 2,3-naphthalen- 

5 edicarboxylic acid, 2,7-naphthalenedicarboxylic acid, 2,2 , -biphenyldicarboxylic acid, 3,3'-biphenyldicarboxylic acid, 4,4'- 
biphenyldicarboxylic acid, etc.; aliphatic dicarboxylic acids such as malonic acid, succinic acid, glutaric acid, adipic acid, 
pimelic acid, suberic acid, azelaic acid, methylmalonic acid, ethylmalonic acid, methylsuccinic acid, 2,2-dimethylsuc- 
cinic acid, 2,3-dimethylsuccinic acid, 3-methylglutaric acid, 3,3-dimethylglutaric acid, etc.; alicyciic dicarboxylic acids 
such as 1 ,4-cyclohexanedicarboxylic acid, 2,5-dimethyl-l,4-cyclohexanedicarboxylic acid, 2,3,5,6-tetramethyl-i,4- 

w cyclohexanedicarboxylic acid, etc. For the polymers that are required to have high heat resistance, especially preferred 
is 2,6-naphthalenedicarboxylic acid; and for those that are required to have good shapability. preferred is terephthalic 
acid. The dicarboxylic acids noted above can be employed herein either singly or as combined. 
[0022] The polyester polymers for use in the invention can be produced in any known method of, for example, melt 
polymerization such as interested ication or direct polymerization, or of solution polycondensation, interfacial polymer- 

15 ization or the like. For the production, the reaction conditions including those for polymerization catalysts to be used 
may be any ordinary ones, for which any ordinary methods are employable. 

[0023] Where the polyester polymers for use in the invention are produced through melt polymerization for interest- 
erif ication, at least one or more compounds of the group of formulae (4) to (9) are used as comonomers, in which, pref- 
erably, the total amount of the dihydroxy compounds used is from 10 to 95 mol% of the diol component used. Where 

20 the total amount of the dihydroxy compounds is not smaller than 10 mol%, the solubility in organic solvents of the pol- 
ymers produced could be high. Where it is not larger than 95 mol%, the melt polymerization is easy and the molecular 
weight of the polyester polymers to be produced can be well controlled to fall within a desired range. However, even if 
the total amount of the dihydroxy compounds used is larger than 95 mol%, the monomers could well be polymerized 
through solution polymerization or interfacial polymerization within a shortened period of time. 

25 [0024] As the solvent for dissolving the resin and the dye in the invention, employable is any and every organic solvent 
of which the boiling point is acceptable in practical use. for example, it is not higher than 1 50°C. Popular solvents usable 
in the invention include, for example, aliphatic halides such as chloroform, methylene chldride. dichloromethane. dichlo- 
roethane, etc.; and non-halogen organic solvents such as toluene, xylene, hexane. methyl ethyl ketone, acetone, 
cyclohexane, etc. 

30 [0025] For dissolving the resin and the dye in the invention, employed are any ordinary stirrers and kneaders. Where 
high-concentration solutions are prepared, butterfly mixers or planetary mixers may be employed, which, however, are 
not whatsoever limitative. 

[0026] Where the film of the invention is produced from the solution having been prepared in the manner noted above, 
preferably employed is a casting or coating method. In the casting method, the solution is cast onto a glass sheet or a 
35 mirror-finished metal sheet, then spread on the surface of the sheet with a rod having grooves at regular intervals ther- 
eon, and then dried, and thereafter the film formed on the sheet is peeled off in any desired manner. Thus is obtained 
the intended finished film. Needless-to-say, the method may be automatically machined to obtain the film, for example, 
by using an ordinary casting machine. 

[0027] In the coating method, in general, a film or panel is coated with the solution having been prepared in the man- 

40 ner noted above, which is then dried to form a film layer thereon. For example, where a transparent or other functional 
film is coated with the solution, any ordinary coating machine is employable. Using the machine, the film to be coated 
is moved at a speed of from a few meters/min to tens meters/min, while the solution is extruded through a Tdie onto 
the moving film, and the thus-coated film is dried in the next drying zone where the solvent is removed, and thereafter 
the thus-dried film is wound up. In the machine, the series of this coating process is completed automatically. 

45 [0028] The absorbing layer to be in the near-infrared-absorbing panel of the invention may be formed through melt 
extrusion, which has the advantage of easiness and inexpensiveness in forming the layer. In this case, in general, the 
resin and the dye are fed into a single-screw or double-screw kneader via a feeder, melted and kneaded therein at a 
predetermined temperature, generally at around 300°C ( and then extruded out through a T-die to give a film. Needless- 
to-say, the invention is not limited to the general melt extrusion. 

so [0029] As the absorbing layer to be in the near-infrared-absorbing panel of the invention, also employable is a film 
formed through polymerization and solidification. As monomers in this case, usable are any known vinyl compounds 
such as styrene, butadiene, isoprene, methyl acrylate, etc. The dye may be previously kneaded with the monomers 
along with an initiator to give a uniform liquid mixture. The dye-containing monomer mixture is cast into a frame made 
of sheet glass or the like, and is heated or is exposed to ultraviolet rays, whereby the monomers are polymerized. 

55 [0030] Accordingly, for example, where dyes having poor heat resistance are used in forming the absorbing layer to 
be in the near-infrared-absorbing panel of the invention, the film of the layer may b formed according to the casting 
method; where those having poor dispersibility are used, the film of the layer may be formed according to the method 
of polymerization followed by solidification; and where any other dyes are used, the film of the layer may be formed 
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according to the melt extrusion method. A plurality of the films thus produced may be laminated to form the panel of the 
invention, in which, therefore, any desired dyes can be used for forming the individual films with no limitation. The dye 
density of each film layer can be separately controlled, and the color tone of the panel constituting the plural film layers 
may be any desired one. 

5 [0031] The especially important characteristics of near-infrared-absorbing panels are the absorbability for near-infra- 
red rays, concretely those falling within a wavelength range of from 850 nm to 1200 nm, the transmittance for visible 
rays, concretely those falling within a wavelength range of from 400 nm to 800 nm, and the color tone. 
[0032] Of those characteristics, the near-infrared absorbability is the most important In some uses, however, the 
other two characteristics are extremely important. For example, for near-infrared-absorbing panels which are for 

w absorbing near-infrared rays from image output devices, thereby preventing the malfunction of remote controllers that 
operate in a near-infrared range, not only the transmittance within a visible ray range but aiso the color tone is extremely 
important especially when they are used for color image output devices. Specifically, the color difference in full color 
must be minimized as much as possible in the panels. Concretely, the panel must have gray or brown color tone. In that 
case, plural dyes must be delicately combined to produce the intended color tone of the panels. 

75 [0033] For producing near-infrared-absorbing panels according to conventional techniques, employed was a method 
of kneading a transparent polymer resin and a near-infrared absorbing dye followed by extruding the resulting mixture 
into a sheet through hot melt extrusion, or a method of polymerizing monomers along with a near-infrared dye. In those 
conventional methods, however, only dyes which are not decomposed under heat could be used, and the latitude in 
selecting the desired dyes is narrow. In those, therefore, it is extremely difficult to obtain panels having the characteris- 

20 tics noted above. 

[0034] As opposed to those produced according to the conventional methods, the near-infrared-absorbing panels of 
the invention are advantageous in that they can use the films formed in a casting or coating method, in which even dyes 
having poor heat resistance can be used. Therefore, for the panels of the invention, the latitude in selecting the desired 
dyes is broad. 

25 [0035] Any and every dye having near-infrared absorbability is usable in forming the absorbing layer to be in the near- 
infrared-absorbing panel of the invention. For example, the dyes usable in the invention include polymethine dyes (cya- 
ninedyes). phthalocyanine dyes, naphthalocyanine dyes, dithiol-metai complex dyes, naphthoquinone dyes, anthroqui- 
none dyes, triphenylmethane dyes, aminium (or aluminium) dyes, di-immonium dyes. etc. 

[0036] Of those, preferably combined are at least two or more of three different types of dyes, aromatic dithiol-metal 
30 complexes or a general formula (1): 



35 




R D 



R D j 



1 



(1) 



40 



45 



wherein R 1 and R 2 each represent an alkylene group having from 1 to 4 carbon atoms, an aryl group, an aralkyl 
group, a fluorine atom or a hydrogen atom; and M represents a tetradentate transition metal, 



aromatic di-immonium compounds of general formula (2) or (3): 



50 



55 
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wherein to R 8 each represent an alkyl group having from 1 to 10 carbon atoms; and X represents a monovalent 
anion, 

45 

and phthalocyanine dyes. The combination is one novel aspect of the invention. 

[0037] The aromatic dithiol-metal complexes noted above include, for example, nickel bis-1,2-diphenyl-1,2-ethene- 
dithiolate, and its derivatives in which one hydrogen of the two aromatic rings is substituted with a substituent of any of 
an alkylene group having from 1 to 4 carbon atoms, an aryl group, an aralkyl group or a fluorine atom. Concretely men- 
so tioned are compounds of the following chemical formulae (10) and (1 1), which, however, are not whatsoever limitative. 
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5 



10 



15 



20 



25 




(10) 



(11) 



30 [0038] In addition, ionized derivatives of the compounds noted above, such as a compound of the following chemical 
formula (12), are also employable. Needless-to-say, those compounds specifically mentioned herein are not limitative. 
In the ionized compounds, the counter ion may be any and everymonovalent cation except tetrabutylammonium ion 
used in the chemical formula (12). For example, the cations described in literature. "Development of Functional Dyes, 
and Market Trends" (by CMC Publishing) are acceptable. 

35 



40 



45 




SO 



[0039] In place of the metallic nickel, any and every tetravalent transition metal is employable, which includes, for 
55 example, titanium, vanadium, zirconium, chromium, molybdenum, ruthenium, osmium, cobalt, platinum, palladium, etc. 
[0040] The dyes strongly absorb the rays falling within a wavelength range of from 850 to 900 nanometers (nm). As 
cutting off near-infrared rays that are applied to remote controllers, etc., the dyes are effective for preventing remote 
controllers from malfunctioning. When laminated with an electromagnetic radiation-absorbing layer of so-called low- 



9 



radiation glass, ITO or IXO, which will be described in detail hereinunder, to produce multi-layered panels, the dye layer 
in the panels produced more effectively cuts off near-infrared rays. 
[0041 ] The aromatic di-immonium compounds of formulae (2) and (3): 



5 




wherein to R 8 each represent an alky! group having from 1 to 10 carbon atoms; and X represents a monovalent 
anion. 



30 



35 



40 




45 

wherein R 1 to R 8 each represent an alky! group having from 1 to 10 carbon atoms; and X represents a monovalent 
anion, 

include, for example, compounds of the following chemical formulae (13) to (17), which, however, are not whatsoever 
so limitative. Except the hexaf luoroantimonate ion in the compounds illustrated, any other monovalent anions are employ- 
able. Preferred examples of the anions include hexafluorophosphate ion, tetrafluoroborate ion, perchlorate ion, etc. 



55 
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N(C 4 H 9 ) 2 



N(C 4 Hg) 2 



2SbF 



N(C 4 H 9 ) 2 




N(C5H 11 ) 2 



ZSbPt 



N(C 5 H 11 ) 2 



N(C 5 H 11 ) 2 



11 



70 



75 



20 



25 




N(C 4 H g ) 2 



SbF, 



(15) 



N(C 4 H 9 ) 2 



2SbF 6 - 



(16) 



N(C 4 H 9 ) 2 



30 



35 



40 



45 




N(C 4 H 9 ) 2 



2SbF 6 * 



(17) 



N(C 4 H 9 ) 2 



N(C 4 Hg) 2 



50 



55 



[0042] The dyes strongly absorb the rays at around 1 000 nm. As cutting off not only near-infrared rays that are applied 
to remote controllers and the like but also rays to be applied to computer communication systems which will be widely 
used in future, the dyes are effective for preventing the systems from malfunctioning. When laminated with a meshed 
or etched electromagnetic radiation-absorbing layer, which will be described in detail hereinunder, to produce multi-lay- 
ered panels, the dye layer is more effective. 

[0043] The above-mentioned two types of dyes (aromatic dithiol-metal complexes, and aromatic di-immonium com- 
pounds) are especially effectiv . Where the dyes of those types have the ability to absorb visible rays, they may be com- 
bined with color tone-correcting dyes to modulate the color tone of the panels comprising them. As the color tone- 
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correcting dyes for that purpose, effectively used are phthalocyanine dyes. Any and every phthalocyanine dye is 
employable herein, for example, those described in literature, "Development of Functional Dyes, and Market Trends" (by 
CMC). 

[0044] In general, the near-infrared-absorbing, aromatic di-immonium dyes mentioned above are unstable to heat. 
5 Therefore, if the dye layer is formed through melt extrusion or through polymerization followed by solidification, the dyes 
will be thermally decomposed, resulting in that the near-infrared absorbability of the dye layer will be poor. Accordingly, 
when the dyes are used in the absorbing layer, it is especially desirable that the dye-containing absorbing layer is 
formed in a casting method. 

[0045] For producing the near-infrared-absorbing panel of the invention, previously shaped sheets or films must be 
io laminated in any suitable method. For the lamination, preferably used is a powerful, transparent polymer adhesive. The 
polymer adhesive of that type includes, for example, two-liquid epoxy adhesives, unsaturated polyester adhesives, ure- 
thane adhesives, phenolic resin adhesives, vinyl resin adhesives, and acrylic adhesives. 

[0046] The near-infrared-absorbing panel of such a multi-layered film or sheet of the invention may have only the near- 
infrared-absorbing layer noted above as the layer having a specific function. Preferably, however, the multi-layered film 

75 or sheet of the panel additionally has any other functional layers, such as an electromagnetic radiation-absorbing layer, 
an antireflection layer, a shape-retaining layer, etc., in addition to the absorbing layer. The electromagnetic radiation- 
absorbing layer is a transparent conductive film, for which preferred are polyester films, glass sheets, acrylic sheets or 
polycarbonate sheets coated with a thin deposit of a metal, metal oxide, metal salt or the like. Conductive films having 
a lower sheet resistivity may have higher electromagnetic radiation absorbability, but on the other hand, the thickness 

so of the metallic deposit layer to be formed on them shall be larger, resulting in that the light transmittance of such thick 
films is lowered. The antireflection layer is to prevent surface reflection on the panel, while increasing the light transmit- 
tance of the panel and preventing the panel from "glaring". 

[0047] In the present invention, preferably used are metal-deposited polyester films, glass sheets, acrylic sheets or 
polycarbonate sheets as the electromagnetic radiation-absorbing layer in the panel, which, however, are not whatso- 

25 ever limitative. A film as meshwise coated with a conductive material through screen-printing or the like may also be 
used as the electromagnetic radiation-absorbing layer. As the case may be, a single, metal-deposited film that acts both 
as the antireflection layer and as the electromagnetic radiation-absorbing layer may be used. In that case, the metal- 
deposited film is the outermost layer of the panel. The function of the shape-retaining layer is to retain the overall shape 
of the panel in which the near-infrared-absorbing layer has low mechanical strength and could hardly retain its shape. 

30 In addition, the shape-retaining layer further acts to increase the heat resistance of the entire panel and to increase the 
abrasion resistance of the surface of the panel. Any transparent resin or glass is preferably used as the material for the 
shape-retaining layer. In general, preferred are polycarbonates, polyacrylonitriles, polymethyl methacrylates, polysty- 
renes, and polyesters. Especially preferred are polycarbonates in view of their heat resistance, and polymethyl meth- 
acrylates in view of their transparency and abrasion resistance. Glass is also preferred for increasing the mechanical 

35 strength and the heat resistance of the panel. 

[0048] As the electromagnetic radiation-shielding, transparent conductive layer noted above, employable is a so- 
called heat-reflecting glass sheet as prepared by coating a glass substrate with three or more layers of transparent die- 
lectric film/thin metal film/transparent dielectric film through vapor deposition. The glass sheet of that type is widely used 
as exteriors or windowpanes of buildings, and as windshields for cars and aircraft. As the transparent dielectrics to be 

40 used in this, preferred are titanium oxide, zirconia oxide, hafnium oxide, bismuth oxide, etc. As the thin metal film, pre- 
ferred are gold, platinum, silver, and copper. In place of the thin metal film, also preferably used is any of titanium nitride, 
zirconia nitride, or hafnium nitride. 

[0049] The electromagnetic radiation-shielding, transparent conductive layer may be further coated with a transpar- 
ent, conductive oxide film. As the oxide for the film, preferably used are fluorine-doped tin oxide, tin-doped diindium tri- 

45 oxide, aluminium-doped zinc oxide, etc. 

[0050] Where the metal-deposited layer is used as the electromagnetic radiation-shielding, transparent conductive 
layer, it must be combined with a near-infrared-absorbing film suitable to it. For example, heat-reflecting glass absorbs 
rays having a wavelength longer than 1200 nanometers. Therefore, the dyes in the near-infrared -absorbing film to be 
combined with the heat-reflecting glass sheet shall absorb rays not falling within the wavelength range of the rays to be 

so absorbed by the heat-reflecting glass sheet Needless-to-say, heat-reflecting glass sheets have different absorption 
characteristics, depending on the materials constituting them. Therefore, by controlling the dyes to be combined and 
also their concentration in the near-infrared-absorbing film, the film must be so modulated as to be suitable to the glass 
sheet to be combined therewith. For this purpose, used are the aromatic dithtol-metal complexes of the dyes mentioned 
hereinabove, preferably the aromatic dithiol-nickel complexes, most preferably nickel bis-1 ,2-diphenyl-1 ,2-ethene-dithi- 

55 olate. or its derivative in which the hydrogen of the benzene ring is substituted with a fluorine atom or a methyl group. 
For further modulating the color tone of the dye-containing layer, a phthalocyanine dye may be added thereto. 
[0051] Where the electromagnetic radiation-shielding conductive layer has near-infrared-reflecting capabilities and 
where it is combined with a near-infrared-absorbing film of the invention that contains, in a transparent polymer resin, 
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a % by weight, relative to the resin, of a dithiol-metal complex, b % by weight of a phthalocyanine dye, c % by weight of 
a di-immonium dye and d % by weight of an aminium dye, the ranges within which the dyes act effectively are 0.1 £ a 
£5.0, 0.01 £b£2.0,0.1 £c<;3.0, and 0.01 <£d*1.0, preferably 0.5 £ a £ 2.5. 0.01 £b£2.0, 0.2<;c£1.0 ( and 0.1 £ 
t d £ 0.5. Specifically, the dyes to be in the absorbing layer are preferably so formulated that they satisfy the requirement 

5 of 0.81 £a + b + c + d£6.0. The resin mixture comprising the dyes noted above is sheeted into a film of the absorb- 
ing layer through casting, coating, melt extrusion or polymerization. In the polymerization method, the dyes are added 
to the monomers to be polymerized. If, however, the dyes are formulated under the condition of a + b + c + d< 0.81 
and the resin mixture comprising them is sheeted into a film, the resulting film has poor near-infrared absorbability 
though it may have a high degree of visible ray transmittance. The film, even if used in near-infrared radiation-shielding 

w filters, is no more effective and is unfavorable. On the other hand, if the dyes are formulated under the condition of 
a + b + c + d>6.0 arid the resin mixture comprising them is sheeted into a film, the resulting film has a low degree of 
visible ray transmittance though it may have good near-infrared absorbability. The film is useless in optical filters. 
Regarding these matters, one preferable embodiment is shown in Example 24 mentioned below, and one nonpreferable 
embodiment is in Comparative Example 1 . 

is [0052] Where the electromagnetic radiation-shielding, transparent conductive layer is a mesh-type one, such as that 
mentioned above, and where it is combined with a near-infrared-absorbing film of the invention, the absorption of the 
rays falling within an intended wavelength range must be attained by the dyes only that exist in the absorbing film, since 
the mesh-type layer has no near-infrared absorbability. The same shall apply to the layer not having electromagnetic 
radiation shieldability. As the dyes for that purpose, preferred is a mixture of an aromatic di-immonium compound and 

20 an aromatic dithiol-metal complex. Like in the above, the aromatic dithiol-metal complex is preferably an aromatic 
dithiol-nickel complex, most preferably nickel bis-1 ,2-diphenyM ,2-ethene-dithiolate, or its derivative in which the hydro- 
gen of the benzene ring is substituted with a fluorine atom or a methyl group. In the aromatic di-immonium compound, 
the counter anion is preferably a hexafluoroantimonate, hexafluoroarsenate, perchlorate or tetrafluoroborate ion. If 
desired, a phthalocyanine dye may be added to the dye mixture for color modulation. 

25 [0053] Where the electromagnetic radiation-shielding conductive layer does not have near-infrared-reflecting capabil- 
ities, and where it is combined with a near-infrared-absorbing of the invention that contains, in a transparent polymer 
resin, a % by weight, relative to the resin, of a dithiol-metal complex, b % by weight of a phthalocyanine dye, c % by 
weight of a di-immonium dye and d % by weight of an aminium dye, as in the above, the preferred ranges for the dyes 
are 0.1 £ a £ 3.0, 0.01 <> b <> 2.0, and 0.1 £ c £ 5.0, more preferably 0.5 £ a £ 2.0, 0.1 £ b £ 1.0, and 1.0 £ c <> 3.0. Spe- 

30 crfically, the dyes to be in the absorbing layer are preferably so formulated that they satisfy the requirement of 
1 .6 £ a + b + c <> 6.0 . The resin mixture comprising the dyes noted above is sheeted into a film of the absorbing layer 
through casting, coating, melt extrusion or polymerization. In the polymerization method, the dyes are added to the 
monomers to be polymerized. If, however, the dyes are formulated under the condition of a + b + c < 1 .6 not satisfying 
the requirement noted above and the resin mixture comprising them is sheeted into a film, the resulting film has poor 

35 near-infrared absorbability though it may have a high degree of visible ray transmittance. The film, even if used in near- 
infrared radiation-shielding filters, is no more effective and is unfavorable. On the other hand, if the dyes are formulated 
under the condition of a + b + c> 6.0 and the resin mixture comprising them is sheeted into a film, the resulting film 
has a low degree of visible ray transmittance though it may have good near-infrared absorbability. The film is useless in 
optical filters. Regarding these matters, one preferable embodiment is shown in Example 25 mentioned below, and one 

40 nonpreferable embodiment is in Comparative Example 3. 

[0054] Embodiments of the present invention are described concretely with reference to Fig. 1 . 
[0055] In Fig. 1 , 1 is an antireflection layer; 2 is a shape-retaining layer of a transparent resin such as polycarbonate, 
polymethyl methacrylate or the like or of glass; 3 is a transparent conductive layer that acts as an electromagnetic radi- 
ation-shielding layer and also as a near-infrared radiation-shielding layer, and this is formed on a polyester film through 

45 vapor deposition, or is directly deposited on a glass sheet. 4 is a near-infrared-absorbing layer of a dye having poor heat 
resistance or a dye having poor dispersibility, and this is formed through coating or casting. 5 is a layer having both 
near-infrared absorbability and shape retainability, and this is formed through melt extrusion or polymerization of mon- 
omers followed by solidification. 

[0056] As illustrated, a plurality of layers having different properties are laminated in different manners mentioned 
so below to form various multi-layered structures of typical embodiments of the invention. However, the invention is not 
whatsoever limited to the illustrated ones, but encompasses any and every combination that indispensably contains the 
near-infrared-absorbing layer. 

[0057] Fig. 1-A illustrates one embodiment of the invention, in which the antireflection layer 1 is attached to one sur- 
face of the shape-retaining layer 2 of polycarbonate, polymethyl methacrylate. glass or the like, while the transparent 
55 conductive layer 3 and the near-infrared-absorbing layer 4 are laminated on the other surface of the layer 2 in that order. 
The layer 4 is formed through coating or casting. 

[0058] Fig. 1-B illustrates another embodiment of the invention, in which the antireflection layer 1 is attached to one 
surface of the shape-retaining layer 2 of polycarbonate, polymethyl methacrylate, glass or the like, while the transparent 
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conductive layer 3 and the near-infrared-absorbing layer 4 are laminated on the other surface of the layer 2 in that order, 
and in which another shape-retaining 2 of polycarbonate, polymethyl methacrylate, glass or the like is laminated on the 
layer 4. The layer 4 is formed through coating or casting. 

[0059] Fig. 1 -C illustrates still another embodiment of the invention, which is a laminate composed of the antiref lection 
s layer 1, the transparent conductive layer 3, and the panel layer 5 having both near-infrared absorbability and shape 
retainability. The layer 5 is formed;through melt extrusion or polymerization of monomers followed by solidification. 
[0060] The advantages and the novelty of the invention are described concretely with reference to the following Exam- 
ples. 

[0061] In Examples, the near-infrared absorbability, the visible ray transmittance and the color tone of each sample 
10 produced are measured and evaluated according to the methods mentioned below. 

(1) Near-Infrared Absorbability: 

[0062] Of each panel produced in Examples, the light transmittance for the wavelength range falling between 900 nm 
is and 1200 nm was measured, using a spectrophotometer (Best-570, manufactured by Nippon Bunko KK), and the mean 
value, T% was obtained. From this, obtained was the near-infrared cut-off percentage (%) of each panel, which is rep- 
resented by (100 - T). Each panel is evaluated on the basis of the percentage thus obtained. 

(2) Visible Ray Transmittance: 

20 _ 

[0063] Using the same spectrophotometer as in (1), the mean light transmittance, Tv %for the wavelength range fall- 
ing between 450 nm and 700 nm was measured, which indicates the visible ray transmittance of each panel. 

Example 1 : 

25 

[0064] Starting compounds of 0.4 mols of dimethyl terephthalate (DMT), 0.88 mols of ethylene glycol (EG) and 0.28 
mols of 9,9-bis(4-(2-hydroxyethoxy)phenyl)fluorene (BPEF) were polymerized through ordinary melt polymerization to 
give a fluorene copolyester (DM/BPEF = 3/7, by mol). The copolyester had a limiting viscosity fr] of 0.42, a molecular 
weight Mw of 45,000, and a glass transition point Tg of 1 40°C. 
30 [0065] Nickel bis-1,2-diphenyl-1,2-ethene-dithiolate was produced according to a known method (Harry B. Gray, et 
al., J. Am. Chem. Soa , Vol. 88, pp. 43-50, pp. 4870-4875, 1966), and purified through recrystallization to have a purity 
of not lower than 99 %. 

[0066] The fluorene copolyester was dispersed and dissolved in methylene chloride along with 0.038 % by weight, 
relative to the copolyester, of nickel bis-1 p 2-diphenyl-1 ,2-ethene-drthiolate, 0.005 % by weight of phthalocyanine dye 
35 (EX Color 801 K, manufactured by Nippon Shokubai), and 0.005 % by weight of phthalocyanine dye (EX Color 802K, 
manufactured by Nippon Shokubai), and the resulting dye dispersion was cast to form a film having a thickness of 150 

Example 2: ' ' 

40 

[0067] Using an epoxy adhesive, the film formed in Example 1 was sandwiched between polymethyl methacrylate 
substrates of 1 mm thick, of which one surface was laminated with a film of 1 00 fim thick that had been prepared by 
depositing a near-infrared-absorbing and electromagnetic radiation-absorbing layer of silver complex [ITO/(silver + plat- 
inum)/ITO - this indicates a structure of (silver + platinum) as sandwiched between ITO (indium tin oxide)] on a trans- 
45 parent polyester. Thus was produced a near-infrared-absorbing panel having the structure of Fig. 1-A, and its 
characteristics were evaluated. The spectral transmittance curve of this panel is shown in Fig. 2. The near-infrared cut- 
off percentage of this panel was 97 %, and the visible ray transmittance thereof was 70 %. The panel was good. 

Example 3: 

50 

[0068] In the same manner as in Example 1 except that triacetyl cellulose (LT-35, manufactured by Daicel Chemical) 
was used as the casting polymer, a near-infrared-absorbing panel having the structure of Fig. 1 -A was produced, and 
its characteristics were evaluated. The near-infrared cut-off percentage of this panel was 97 %, and the visible ray trans- 
mittance thereof was 70 %. The panel was good. 

55 

Example 4: 

[0069] 0.005 % by weight of nickel bis-1 ,2-diphenyM ,2-ethene-dithiolate, 0.001 % by weight of phthalocyanine dye 
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(EX Color 801 K, manufactured by Nippon Shokubai), and 0.001 % by weight of phthalocyanine dye (EX Color 802K, 
manufactured by Nippon Shokubai) were dispersed in polymethyl methacrylate, and sheeted into a film having a thick- 
ness of 2 mm through melt extrusion. 

[0070] One surface of this film was laminated with a film (thickness: 1 00 jim) that had been prepared by depositing a 
5 near-infrared-absorbing and electromagnetic radiation-absorbing layer of silver complex [ITO/(silver+platinum)/ITO] on 
a transparent polyester. Thus was produced a near-infrared-absorbing panel having the structure of Fig. 1-C, and its 
characteristics were evaluated. The near-infrared cut-off percentage of this panel was 97 %, and the visible ray trans- 
mittance thereof was 65 %. The panel was good. 

10 Example 5: 

[0071] 0.005 % by weight of nickel bis-1 ,2-diphenyl-1 ,2-ethene-dithiolate, 0.02 % by weight of aminium dye of formula 
(16), 0.01 % by weight of phthalocyanine dye (EX Color 801 K, manufactured by Nippon Shokubai), and 0.01 % by 
weight of phthalocyanine dye (EX Color 802K, manufactured by Nippon Shokubai) were dispersed in polymethyl meth- 

15 acrylate, and sheeted into a film having a thickness of 2 mm through melt extrusion. 

[0072] The film thus prepared herein, and a film (thickness: 100 jim) that had been prepared by depositing an elec- 
tromagnetic radiation-absorbing layer of silver complex [ITO/(silver + platinum)/ITO] on a transparent polyester were 
laminated on a shape-retaining layer. Thus was produced a near-infrared-absorbing panel having the structure of Fig. 
1 -A, and its characteristics were evaluated. The near-infrared cut-off percentage of this panel was 97 %, and the visible 

20 ray transmittance thereof was 64%. The panel was good. 

Example 6: 

[0073] 0.005 % by weight of di-immonium dye of formula (1 3) and 0.001 % by weight of phthalocyanine dye (EX color 
25 803K, manufactured by Nippon Shokubai) were dispersed in polymethyl methacrylate, and sheeted into a film having a 
thickness ol 2 mm through melt extrusion. 

[0074] The film thus prepared herein, and a film (thickness: 100 jim) that had been prepared by depositing an elec- 
tromagnetic radiation-shielding layer of silver complex [(gold + silver)/ITO - this indicates a structure composed of ITO 
and (silver + platinum)] on a transparent polyester were laminated on a shape-retaining layer. Thus was produced a 
so near-infrared-absorbing panel having the structure of Fig. 1 -C, and its characteristics were evaluated. The near-infrared 
cut-off percentage of this panel was 97 %, and the visible ray transmittance thereof was 65 %. The panel was good. 

Example 7: 

35 [0075] The fluorene copolyester prepared in Example 1 was mixed with 0.1 % by weight, relative to the copolyester, 
of di-immonium compound dye of formula (13), 0.05 % by weight of nickel bis-1 ,2-diphenyl-1 ,2-ethene-dithiolate and 
0.03 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai) in chloroform, and the 
resulting mixture was dried at room temperature and then at 70°C to form a film having a thickness of 150 pm. 
[0076] An electromagnetic radiatiorvshielding film of 200 \im thick that had been prepared by depositing silver com- 

40 plex [(gold + silver)/ITO] on a polyester film, a "non-glare" and antireflection film, and the near-infrared-absorbing film 
prepared herein were laminated on an acrylic sheet having a thickness of 3 mm to produce a near-infrared-absorbing 
panel having the structure of Fig. 1 -A, and the characteristics of the panel were evaluated. The spectral transmittance 
curve of this panel is shown in Fig. 3. The near-infrared cut-off percentage of this panel was 95 %, and the visible ray 
transmittance thereof was 60 %. The panel was good. 

45 

Example 8: 

[0077] In the same manner as in Example 7 except that 0. 1 % by weight, relative to the fluorene copolyester obtained 
in Example 1, of di-immonium compound dye of formula (13), 0.05 % by weight of nickel bis-1 ,2-diphenyl-1,2-ethene- 
50 dithiolate and 0.05 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai) were used, 
a near-infrared-absorbing panel was produced, and its characteristics were evaluated. The near-infrared cut-off per- 
centage of this panel was 95 %. and the visible ray transmittance thereof was 62 %. The panel was good. 

Example 9: 

55 

[0078] In the sam manner as in Example 7 except that 0.1 5 % by weight relative to the fluorene copolyester obtained 
in Example 1 , of di-immonium compound dye of formula (1 3), 0.05 % by weight of nickel bis-1 ,2-diphenyM ,2-ethene- 
dithiolate and 0.03 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai) were used, 
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a near-infrared-absorbing panel was produced, and its characteristics were evaluated. The near-infrared cut-off per- 
centage of this panel was 97 %, and the visible ray transmittance thereof was 60 %. The panel was good. 

Example 10: 

5 

[0079] In the same manner as in Example 7 except that 0.1 5 %by weight, relative to thef luorene copolyester obtained 
in Exanple 1 , of di-immonium compound dye of formula (13) and 0.05 % by weight of phthalocyanine dye (EX Color 
803K, manufactured by Nippon Shokubai) were used, a near-infrared-absorbing panel was produced, and its charac- 
teristics were evaluated. The near-infrared cut-off percentage of this panel was 97 %, and the visible ray transmittance 
10 thereof was 60 %. The panel was good. 

Example 11: 

[0080] In the same manner as in Example 7 except that triacetyl cellulose was used as the casting polymer and that 
75 0.1 % by weight, relative to triacetyl cellulose, of di-immonium compound dye of formula (13) ( 0.05 % by weight of nickel 
bis-1,2-diphenyl-1,2-ethene-dithiolate and 0.03 % by weight of phthalocyanine dye (EX Color 803K, manufactured by 
Nippon Shokubai) were used, a near-infrared-absorbing panel was produced, and its characteristics were evaluated. 
The near-infrared cut-off percentage of this panel was 97 %, and the visible ray transmittance thereof was 63 %. The 
panel was good. 

so , 
Example 12: 

[0081] In the same manner as in Example 7 except that triacetyl cellulose was used as the casting polymer and that 
0.1 % by weight, relative to triacetyl cellulose, of di-immonium compound dye of formula (13), 0.05 % by weight of nickel 
25 bis-1 ,2-diphenyl-1 ,2-ethene-dithiolate and 0.05 % by weight of phthalocyanine dye (EX Color 803K, manufactured by 
Nippon Shokubai) were used, a near-infrared-absorbing panel was produced, and its characteristics were evaluated. 
The near-infrared cut-off percentage of this panel was 97 %, and the visible ray transmittance thereof was 60 %. The 
panel was good. 

30 Example 13: 

[0082] In the same manner as in Example 7 except that triacetyl cellulose was used as the casting polymer and that 
0.15 % by weight, relative to triacetyl cellulose, of di-immonium compound dye of formula (13), 0.05 % by weight of 
nickel bis-1, 2-diphenyl-1 ,2-ethene-dithiolate and 0.03 % by weight of phthalocyanine dye (EX Color 803K, manufac- 
35 tured by Nippon Shokubai) were used, a near-infrared-absorbing panel was produced, and its characteristics were eval- 
uated. The near-infrared cut-off percentage of this panel was 97 %, and the visible ray transmittance thereof was 63 %. 
The panel was good. 

Example 14: 

40 

[0083] In the same manner as in Example 7 except that triacetyl cellulose was used as the casting polymer and that 
0. 1 5 % by weight, relative to triacetyl cellulose, of di-immonium compound dye of formula (1 3) and 0.05 % by weight of 
phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai) were used, a near-infrared-absorbing panel 
was produced, and its characteristics were evaluated. The near-infrared cut-off percentage of this panel was 95 %, and 
45 the visible ray transmittance thereof was 60 %. The panel was good. 

Example 15: 

[0084] In the f luorene copolyester that had been prepared in Example 1 , dispersed were 0.225 % by weight, relative 
so to the copolyester, of di-immonium dye of formula (13), 0.075 % by weight of nickel bis-1 ,2^liphenyl-1 ,2-ethene-dithi- 
oiate and 0.045 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai), and an adhe- 
sive polyester film (manufactured by Dia Foil) was coated with the resulting dispersion and dried. The resulting film had 
a thickness of 50 pm. 

[0085] Apart from the film of 50 urn thick prepared above, further prepared were an electromagnetic radiation-shield- 
55 ing film (thickness: 50 urn) having a deposit layer of silver complex [IDIXO (manufactured by Idemitsu Kosan)/sil- 
ver/IDIXO - this indicates a structure of silver as sandwiched between IDIXO] formed on a polyester film, and an 
antirefiection film, and a shape-retaining substrate of glass having a thickness of 3 mm. Next, the electromagnetic radi- 
ation-shielding film was attached onto the both surfaces of the shape-retaining substrate in such a manner that elec- 
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trodes could be mounted on the resulting laminate, and the near-infrared-absorbing film prepared herein was further 
attached onto one surface of the laminate. Finally, the antiref lection film was attached onto the both surfaces of the lam- 
inate. Thus was produced a near-infrared-absorbing, electromagnetic radiation-shielding panel having the structure of 
Fig. 1-A, and its characteristics were evaluated. The spectral transmittance curve of this panel is shown in Fig. 4. The 
near-infrared cut-off percentage of this panel was 97 %, and the visible ray transmittance thereof was 60 %. The panel 
was good. 

Example 16: 

[0086] In the same manner as in Example 15 except that a polymethyl methacrylate sheet having a thickness of 3 
mm was used as the shape-retaining substrate, a near-infrared-absorbing, electromagnetic radiation-shielding panel 
was produced. The near-infrared cut-off percentage of this panel was 97 %, and the visible ray transmittance thereof 
was 60 %. The panel was good. 

Example 17: 

[0087] In the same manner as in Example 1 5 except that a polycarbonate sheet having a thickness of 3 mm was used 
as the shape-retaining substrate, a near-infrared-absorbing, electromagnetic radiation-shielding panel was produced. 
The near-infrared cut-off percentage of this panel was 97 %, and the visible ray transmittance thereof was 60 %. The 
panel was good. 

Example 18: 

[0088] In the same manner as in Example 1 5 except that 0.2 % by weight relative to the f luorene copolyester obtained 
in Example 1, of nickel bis-1 t 2-dipheny 1-1 ,2-ethene-dfthiolate and 0.08 % by weight of phthalocyanine dye (EX Color 
803K, manufactured by Nippon Shokubai) were used, a near-infrared-absorbing, electromagnetic radiation-shiefcling 
panel was produced, and its characteristics were evaluated. The near-infrared cut-off percentage of this panel was 97 
%, and the visible ray transmittance thereof was 60 %. The panel was good. 

Example 19: 

[0089] In the same manner as in Example 14 except that butyral resin (Denka Butyral 6000E, manufactured by Nippon 
Denka Kogyo) was used as the transparent polymer resin for the near-infrared-absorbing film and that methyl ethyl 
ketone was used as the solvent for dispersing the resin and the dyes, a near-infrared-absorbing, electromagnetic radi- 
ation-shielding panel was produced. The near-infrared cut-off percentage of this panel was 97 %, and the visible ray 
transmittance thereof was 60 %. The panel was good. 

Example 20: 

[0090] In the f luorene copolyester that had been prepared in Example 1 , dispersed were 0.45 % by weight, relative 
to the copolyester, of di-immonium dye of formula (1 3), 0.1 2 % by weight of nickel bis-1 f 2-diphenyl-1 ,2-ethene-dithiolate 
and 0.06 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai). An adhesive polyes- 
ter film substrate (A4100, manufactured by Toyobo) was coated with the resulting dispersion, and dried. Thus was pro- 
duced a near-infrared-absorbing filter, which had a coat layer of 50 fim thick. The spectral transmittance curve of this 
filter is shown in Fig. 5. The near-infrared cut-off percentage of this filter was 97 %, and the visible ray transmittance 
thereof was 60 %. The filter was good. 

Example 21: 

[0091] In the same manner as in Example 20 except that triacetyl cellulose was used as the resin and a mixture of 
methylene chloride/methanol of 9/1 by weight was used as the solvent, a near-infrared-absorbing filter was produced. 
The near-infrared cut-off percentage of this filter was 97 %, and the visible ray transmittance thereof was 60 %. The filter 
was good. 

Example 22: 

[0092] In the same manner as in Example 20 except that 0.40 % by weight, relative to the fluorene copolyester 
obtained in Example 1, of di-immonium dye of formula (13), 0.10 % by weight of nickel bis-1 ,2-diphenyl-1 f 2-ethene- 
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dithiolate and 0.05 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai) were used, 
a near-infrared-absorbing filter was produced. The near-infrared cut-off percentage of this filter was 97 %, and the vis- 
ible ray transmittance thereof was 60 %. The filter was good. 

5 Example 23: 

[0093] In the same manner as in Example 20 except that 0.50 % by weight, relative to the fluorene copolyester 
obtained in Example 1. of di-immonium dye of formula (13), 0.15 % by weight of nickel bis-1,2-diphenyl-1 ,2-ethene- 
dithiolate and 0.08 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai) were used, 
io a near-infrared-absorbing filter was produced. The near-infrared cut-off percentage of this filter was 97 %, and the vis- 
ible ray transmittance thereof was 60 %. The filter was good. 

Example 24: 

15 [0094] The fluorene copolyester that had been prepared in Example 1 was mixed with 0.6 % by weight, relative to the 
copolyester, of nickel bis-1,2-diphenyi-1 ,2-ethene-dithiolate, 0.1 % by weight of phthalocyanine dye (EX Color 801 K, 
manufactured by Nippon Shokubai) and 0.1 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nip- 
pon Shokubai), and dispersed in methylene chloride. An adhesive polyester film (A4100 of 0.125 mm thick, manufac- 
tured by Toyobo) was coated with the resulting dispersion, and dried at 120°C. The resulting film had a near-infrared- 

20 absorbing layer of 0.01 mm thick formed thereon. 

[0095] The thus-prepared, near-infrared-absorbing film was laminated on a transparent conductive glass sheet having 
a near-infrared-reflecting layer thereon. The glass sheet had a multi-layered structure of zinc oxide/silver/zinc oxide/sil- 
ver/zinc oxide, in which the silver thickness per one layer was 130 A. Thus was produced a near-infrared-shielding 
panel having the structure of Fig. 1-B. The spectral transmittance curve of this panel is shown in Fig. 6. The near-infra- 

25 red cut-off percentage of this panel was 97 %, and the visible ray transmittance thereof was 63 %. The panel was good. 

Example 25: 

[0096] The fluorene copolyester that had been prepared in Example 1 was mixed with 1 .0 % by weight, relative to the 
30 copolyester, of nickel bis-1.2-diphenyl-1 ,2-ethene-dithiolate, 0.2 % by weight of phthalocyanine dye (EX Color 801 K, 
manufactured by Nippon Shokubai), 0.3 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon 
Shokubai) and 2.3 % by weight of di-immonium dye of formula (13), and dispersed in methylene chloride. An adhesive 
polyester film (A4100 of 0.125 mm thick, manufactured by Toyobo) was coated with the resulting dispersion, and dried 
at 120°C. The resulting film had a near-infrared-absorbing layer of 0.01 mm thick formed thereon. 
35 [0097] The thus-prepared, near-infrared-absorbing film, and a transparent conductive film having a near-infrared- 
reflecting layer (IDIXO. manufactured by Idemitsu Kosan) on a shape-retaining layer of an acrylic sheet having a thick- 
ness of 3 mm. Thus was produced a near-infrared-shielding panel having the structure of Fig. 1-A. The spectral trans- 
mittance curve of this panel is shown in Fig. 7. The near-infrared cut-off percentage of this panel was 97 %, and the 
visible ray transmittance thereof was 60 %. The panel was good. 

40 

Comparative Example 1: 

[0098] The fluorene copolyester that had been prepared in Example 1 was dispersed in methylene chloride along with 
5.5 % by weight, relative to the copolyester, of nickel b»s-1 ,2-diphenyM ,2-ethene-dithiolate prepared in Example 1 , and 
45 1 .5 % by weight of phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai). An adhesive polyester film 
(A4100 of 0.125 mm thick, manufactured by Toyobo) was coated with the resulting dispersion, and dried at 120°C. The 
resulting film had a near-infrared-absorbing layer of 0.01 mm thick formed thereon. The spectral transmittance curve. 
G. of this film is shown in Fig. 8. The film had a high near-infrared cut-off percentage of 98 %, but had a low visible ray 
transmittance of 25 %. Therefore, the film was not good. 

so 

Comparative Example 2: 

[0099] The fluorene copolyester that had been prepared in Example 1 was dispersed in methylene chloride along with 
0.05 % by weight, relative to the copolyester, of nickel bis-1,2-diphenyl-1.2-ethene-dithiolate prepared in Example 1. 
55 0.01 % by weight of phthalocyanine dye (EX Color 801 K. manufactured by Nippon Shokubai) and 0.01 % by weight of 
phthalocyanine dye (EX Color 803K, manufactured by Nippon Shokubai). An adhesive polyester film (A4100 of 0.125 
mm thick, manufactured by Toyobo) was coated with the resulting dispersion, and dried at 1 20°C. The resulting film had 
a near-infrared-absorbing layer of 0.01 mm thick formed thereon. The spectral transmittance curve, H, of this film is 
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shown in Fig. 8. The film had a high visible ray transmittance of 85 %, but had a low near-infrared cut-off percentage of 
55 %. Therefore, the film was not good. 

Comparative Example 3: 

[01 00] The f luorene copolyester that had been prepared in Example 1 was mixed with 2.0 % by weight, relative to the 
copolyester, of nickel bis-1 ^-diphenyM^-ethene^dithiolate prepared in Example 1, 1.5 % by weight of phthalocyanine 
dye (EX Color 803K, manufactured by Nippon Shokubai) and 4.0 % by weight of di-immonium dye of formula (13), and 
dispersed in methylene chloride. An adhesive polyester film (A4100 of 0.125 mm thick, manufactured by Toyobo) was 
coated with the resulting dispersion, and dried at 120°C. The resulting film had a near-infrared-absorbing layer of 0.01 
mm thick formed thereon. The spectral transmittance curve, I, of this film is shown in Fig. 8. The f Om had a high near- 
infrared cut-off percentage of 98 %, but had a low visible ray transmittance of 40 %. Therefore, the film was not good. 

Comparative Example 4: 

[0101] The f luorene copolyester that had been prepared in Example 1 was mixed with 0.05 % by weight, relative to 
the copolyester, of nickel bis-1 ,2-diphenyl-1,2-ethene-dithiolate prepared in Example 1, 0.01 % by weight of phthalocy- 
anine dye (EX Color 803K, manufactured by Nippon Shokubai) and 0.05 % by weight of di-immonium dye of formula 
(13). An adhesive polyester film (A4100 of 0.125 mm thick, manufactured by Toyobo KK) was coated with the resulting 
dispersion, and dried at 1 20°C. The resulting film had a near-infrared-absorbing layer of 0.01 mm thick formed thereon. 
The spectral transmittance curve, J, of this film is shown in Fig. 8. The film had a high visible ray transmittance of 82 %, 
but had a low near-infrared cut-off percentage of 70 %. Therefore, the film was not good. The data obtained herein- 
above are summarized in the following Table 1. 
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Table 1 



Examples 


Formation of Near- 


Visible Ray 


Near-Infrared Cut-Off 




Infrared-Absorbing 


Transmittance (%) 


Percentage (%) 




Him 






2 


Casting 


70 


97 


3 


Casting 


70 


97 


4 


Melt Extrusion 


65 


97 


5 


Melt Extrusion 


64 


97 


6 


Melt Extrusion 


65 


97 


7 


Casting 


60 


95 


8 


Casting 


62 


95 


- 9 


Casting 


60 


97 


10 


Casting 


60 


97 


11 


Casting 


63 


97 


12 


Casting 


60 


97 


13 


Casting 


63 


97 


14 


Casting 


60 


95 


15 


Coating 


60 


97 


16 


Coating 


60 


97 


17 


Coating 


60 


97 


'18 


Coating 


60 


97 


19 


Coating 


60 


97 


20 


Coating 


60 


97 


21 


Coating 


60 


97 



21 



22 


Coatina 


60 


97 


23 


Coatino 


60 


97 


24 


Coating 


63 


97 


25 


Coating 


60 


97 
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1 
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QA 










3 


Coatina 


40 


98 


4 


Coaling 


82 


70 



3£? INDUSTRIAL APPLICABILITY 

[01 02] As has been described in detail hereinabove, the present invention provides a single-layered or multi-layered, 
near-infrared-absorbing film or a multi-layered near-infrared-absorbing panel, which comprises an absorbing layer of a 
near-infrared-absorbing dye as dispersed in a transparent polymer material. The film and panel absorb near-infrared 
35 rays as emitted by image output devices such as plasma displays, lighting appliances or the like so as to cut off the pen- 
etration of the rays through the film, thereby preventing remote-control infrared communication ports that employ the 
rays falling within an infrared range for communication from malfunctioning and even preventing the appliances to be 
controlled by those remote-control devices from malfunctioning. In addition, they are used for detecting forged cash 
cards, ID cards, etc. " 

40 

BRIEF DESCRIPTION OF THE DRAWINGS 

[01 03] Fig. 1 shows some embodiments of the structure of the near-irrfrared-absorbing film or panel of the invention; 
Fig. 2 shows the spectral transmittance curve of the panel of Example 2; Fig. 3 shows the spectral transmittance curve 
45 of the panel of Example 7; Fig. 4 shows the spectral transmittance curve of the panel of Example 15; Fig. 5 shows the 
spectral transmittance curve of the filter of Example 20; Fig. 6 shows the spectral transmittance curve of the panel of 
Example 24; Fig. 7 shows the spectral transmittance curve of the panel of Example 25; Fig. 8 shows the spectral trans- 
mittance curves of the films of Comparative Examples 1 to 4. 

so Claims 

1. A multi-layered, near-infrared-absorbing film or panel, which comprises an absorbing layer of a near-infrared- 
absorbing dye as dispersed in a transparent polymer resin. 

55 2. A near-infrared-absorbing film, which is formed from a uniform solution of a near-infrared-absorbing dye and a pol- 
ymer resin in a solvent in a casting method or a coating method, or from a melt mixture of the dye and the polymer 
resin in a melt extrusion method, or from a uniform mixture of a near-infrared-absorbing dye and a monomer in a 
polymerization method of polymerizing and solidifying it. 
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3. 

s 4. 
5. 

10 

6. 

15 

7. 

20 
25 
30 
35 

40 

45 

50 

55 



The multi-layered, near-infrared-absorbing film or panel as claimed in claim 1 , wherein the absorbing layer is a 
transparent plastic film as formed through vapor deposition of a near-infrared-absorbing dye along with a metal, a 
metal oxide or a metal salt. 

The multi-layered, near-infrared-absorbing film or panel as claimed in claim 1 , wherein the absorbing layer is a lam- 
inate composed of plural layers of at least one or more selected from the films of claim 2 or 3. 

The multi-layered, near-infrared-absorbing film or panel as claimed in claim 1, 3 or 4, which comprises the near- 
infrared-absorbing film of claim 2 and at least one of an electromagnetic radiation-absorbing layer, an antiref lection 
layer, a shape-retaining layer and an ultraviolet-absorbing layer. 

The multi-layered, near-infrared-absorbing film or panel as claimed in claim 1 , 3, 4 or 5, of which the light transmit- 
tance profile is such that the visible ray transmittance is not lower than 55 % and the near-infrared ray transmittance 
is not higher than 5 %. when the near-infrared-absorbing film of claim 1 is laminated with a radiation-resistant glass 
sheet capable of reflecting heat radiations. 

A near-infrared-absorbing film comprising a near-infrared-absorbing dye, wherein the dye is a mixture of at least 
one or more selected from phthalocyanine-metal complexes, aromatic dithiol-metal complexes of the following gen- 
eral formula (1), and aromatic di-immonium compounds of the following general formulae (2) and (3): 




wherein RD n and RD 2 each represents an alkylene group having from 1 to 4 carbon atoms, an aryl group, an aralkyl 
group, a fluorine atom or a hydrogen atom; and M represents a tetradentate transition metal: 




wherein RD 5 to RD 18 each represent an alkyl group having from 1 to 10 carbon atoms; and X represents a mono- 
valent or divalent anion, which is a counter-ion for neutralizing the ionized compound: 
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wherein RD 5 to RD 18 each represent an alkyl group having from 1 to 10 carbon atoms; and X represents a mono- 
valent or divalent anion, which is a counter-ion for neutralizing the ionization. 

The near-infrared-absorbing film as claimed in claim 7, for which the near-infrared-absorbing dye is uniformly mixed 
with a polymer resin in a solvent, the polymer resin being a polyester resin as copolymerized with at least 10 mol% 
or more of at least one selected from aromatic diols of general formulae (4) to (9): 




wherein R 1 represents an aikylene group having from 2 to 4 carbon atoms; R 2 , R3. R4 and R 5 each represent a 
hydrogen atom, or an alkyl, ary! or aralkyl group having from 1 to 7 carbon atoms, and these may be the same or 
different: 




(R„)k 

wherein R 6 represents an aikylene group having from 1 to 4 carbon atoms; R 7 . R 8 , R 9 . R 10 and R^ each represent 
a hydrogen atom, or an alkyl, aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be the same or 
different; and k represents a natural number of from 1 to 4: 
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10 



is 



20 



Rl3 ^ 

HOR 12 -0-/ _ Vs 



R-I4 




Rl5 

OR n2 OH 



(6) 



O 



16 



wherein R 12 represents an alkylene group having from 1 to 4 carbon atoms; R 13 , R 14 , R 15 and R 16 each represent 
a hydrogen atom, or an alkyl, aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be the same or 
different: 



HOF W r JR2o)m 

(R 19 )f / ^^R 15 OH 



wherein R 17 and R 1S each represent an alkylene group having from 1 to 4 carbon atoms, and these may be the 
2s same or different; Rig and R 20 each represent a hydrogen atom, or an alkyl p aryl or aralkyl group having from 1 to 
7 carbon atoms, and these may be the same or different; and I and m each represent a natural number of from 1 
to 8: 



30 



35 



HOR 



21 



R 2 2_ 

< 

R 2 3 




j*26 i^24 

R25 

(R 27 )n 




:8) 



wherein R 2 i represents an alkylene group having from 1 to 4 carbon atoms; R22, R23. R24. R 25. R 26 and R 27 eacn 
40 represent a hydrogen atom, or an alkyl, aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be 
the same or different; and n represents a natural number of from 0 to 5: 



45 



so 



55 



R; 

HOR 28 — O 




B99 .R33 



R 



32 



C\|0-R2 S OH 

R3O ^3-* 



(9) 



wherein R 2 s represents an alkylene group having from 1 to 4 carbon atoms; R 29 and R30 each represent an alkyl 
group having from 1 to 1 0 carbon atoms, and these may be the same or different; R 31 , R 32 , R 33 and R 34 each rep- 
resent a hydrogen atom, or an alkyl. aryl or aralkyl group having from 1 to 7 carbon atoms, and these may be the 
same or different. 

9. The near-infrared-absorbing film as claimed in claim 7 or 8. which is formed in the polymerization method of claim 
2. 
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10. The multi-layered, near-infrared-absorbing film or panel as claimed in claim 1, 3 or 6, which comprises the film of 
claims 7, 8 or 9. 
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Fig. 1 
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Fig. 3 
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Fig. 4 
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Fig. 5 




Fig. 6 
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Fig. 7 
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Fig. 8 
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